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Detailed Claim Listing 

The following is a detailed listing of all claims that are, or were, pending in the present 
application. Please cancel claims 6, 8, and 10 and amend claims 1 and 9, as set forth in this 
detailed listing. 

1. (Currently Amended) A hot melt thermoplastic elastomer composition 
comprising: 

from about 35 % by weight to about 70 % by weight of a block copolymer formed 
from at least two blocks, a first block comprising at least one monoalkenyl 
arene and a second block comprising at least one conjugated diene; 
from about 5 % by weight to about 30 % by weight of a tackifying agent; and 
from about 15 % by weight to about 45 % by weight of a plasticizer, 
wherein the composition has a viscosity of from below about 75,000 mPa.s to 

about 15,000 mPa.s at a temperature of about 350° F , and 
wherein said composition has a shear storage modulus of greater than about 3 x 
10 6 dynes/cm 2 over a temperature range of between about 0° C and about 
60° C . 

2. (Original) The composition of claim 1 , wherein said monoalkenyl arene is 
styrene. 

3 . (Original) The composition of claim 1 , wherein said conjugated diene is 
butadiene or isoprene. 

4. (Original) The composition of claim 1 , wherein said monoalkenyl arene is 
styrene and said conjugated diene is butadiene. 

5. (Original) The composition of claim 1, wherein said monoalkenyl arene is 
styrene and said conjugated diene is isoprene. 

6. (Cancelled) 
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7. (Original) The composition of claim 1, wherein said composition is not a 
pressure sensitive adhesive. 

8. (Cancelled) 

9. (Currently Amended) The composition of claim 8 claim 1 , wherein said shear 

6 2 6 2 

storage modulus is between about 9x10 dynes/cm and about 3x10 dynes/cm over a 
temperature range of between about 0° C and about 60° C. 

10. (Cancelled) 

1 1 . (Original) The composition of claim 1 , wherein said composition exhibits no 
greater than 50 % set. 



Claims 12-20 (Cancelled) 



